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Amendments to the Claims: 

This listing of claims will replace all prior versions and listings of claims in the application. 
Listing of Claims: 

1 . (Previ.ou$Iy presented) A hinged, conciposite stmcture comprising a first rigid 
Uieiinop lactic aica^ a ^icuuiid ligid. Iheniioplidiilic mtsa, aiid al IcasL one flexible Ldiiged region, 
wt erein a fabric is embedded in the first rigid thermoplastic composite area and the second rigid 
the Tnoplastic composite area and hinged region, and wherein said first and second rigid areas are 
joi led through the at least one flexible hinged region, so as to permit rotation of the first rigid 
are ia relative to the second rigid area about the hinged region, wherein the first rigid area and the 
sec ond rigid area include bends at pre-determined distances from the hinged region, and wherein 
fui ther at least one portion of said at least one flexible hinged region is coated with a flexible 
sealant. 

2. (Original) The structure of Claim 1, wherein said hinged region comprises a linear 
region formed between said first and second rigid areas ► 

3. (Previously presented) i hc structure of Claim 2, wherein the flexible sealant 
comprises a flexible thermoplastic. 

4. (Currently amended) The struchore of claim 3 Claim 3, wherein said linear region is 
coated on both sides by said flexible sealant, and wherein said sealant is a flexible thermoplastic, 
said structure being fi^e of rigid thermoplastic within said at least one flexible hinged regions. 

5. (Canceled) 

6. (Previously presented) The structure of Claim I, wherein said bends measure 90 
degrees. 

7. (Origitial) The structure of Claim 1, wherein at least one fabric edge is folded. 
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a. (Original) The structure of Claim 7, wherein the width of said folded edges is less 
than 5 centimeters. 

9. (Original) The stmcture of Claim 1, wherein said rigid areas have properties 
comprising: 

(a) a modulus of elasticity of about 830 Icp&i or greater; 

(b) a coefficient of thermal expansion of about 0.000022 in/in/"F or less 

(c) a shrinkage not exceeding about 0.2^%\ nn<1 

(d) an impact of about 1 0 in-lbs or greater. 

10. (Original) The: structure nf Claim <?, wheretin fbtt st«ndard deviations of each listed 
prop erty are with ± 1 2% of the mean val ue. 

1 1 . (Original) The structure of Claim T wherein the ratio of resin to fabric of said first 
and second rigid areas comprises about 5 to 50 parts by weight of fabric and about 50 to 95 parts 
of resin per each 100 parts of composite by weight. 

12. (Original) The structure of Claim 1, wherein said fabric is a woven fabric. 

13. (Original) The structure of Claim 1, wherein eaid fabric is anon-woven fabric. 

14. (Original) The structure of Claim 13, wherein said fabric is a glass fiber containing 

fabric. 

15. (Original) The structure of Claim 14, wherein said first and second rigid areas 
comprise about 70 to 90 parts by weight thermoplastic resin and about 10 to 30 parts by weight 
glass fabric. 

16. (Original) The structure of Clcdm 14, wherein said glass fabric comprises a plain 
weave fabric comprising about 5-20 ounces of fabric per square yard. 
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1 7. (Currently amended) I'hc structure of olahin 14 Claim 14 . wherein said fabric is a 
10-30 pick fabric, containing contain s 10 to 30 bundles of fiber per each square inch. 




18. (Previously presented) The structure of claim 1 4 Claim 14, wherein said glass fabric 
comprises a surface coating on said glass fiber to improve wetting. 



\ 19. (Original) The structure of € - lft i m l8 Claim IS, wherein said surface coating 
les a PVC coating. 

20. (Original) The structure of Claim U wherein said fabric is a polyamide fiber 
containing fabric. 

21 . (Original) The sbaicture of Claim 1, wherein said fabric is a cellulosic fiber 
coiita.ining fabric. 

22. (Original) The structure of Claim 1 , wherein said thermoplastic comprises 
polyvinylchloride. 

23. (Original) The structure of Claim 1, wherein said thermoplastic comprises 
polyolefin. 

24. . (Original) The structure of Claim 1, wherein said thermoplastic comprises polyester. 



25-40. (Canceled) 
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